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FERROELECTRIC MEMORY DEVICE AND 
METHOD OF FORMING THE SAME 

5 This application relies for priority upon Korean Patent Application No. 2001-6813, 

filed on February 12, 2001, the contents of which are herein incorporated by reference in 
their entirety. 

BACKGROUND OF THE INVENTION 
10 Field of the Invention 

The present invention relates generally to a ferroelectric memory device and a method 
of forming ferroelectric memory devices. More specifically, the present invention is directed 
to a ferroelectric memory device having a ferroelectric capacitor connected to a buried 
: ~ contact structure, as wells as a method of forming that device. 
□l5 

{fi Description of Related Art 

!'* In current data processing systems, a Random Access Memory (RAM) is used to 

I s U provide high-speed access to data, which is stored in the memory. Because the 

ri semiconductor industry is in continuous need of memory devices having even higher 

; "20 operation speeds, studies have been conducted on the use of a Ferroelectric Random Access 

£3 Memory (hereinafter referred to as "FRAM"). A ferroelectric layer formed between 

py capacitor electrodes provides a FRAM with non-volatile characteristics. In other words, the 

FRAM has two stable polarization states, represented by a hysterisis loop. 

The FRAM has several advantages over other RAM devices. It has non-volatile 
25 characteristics as a flash memory. It also uses a relatively low operation voltage 

(approximately 5 V), and has excellent operation speed (dozens of nanoseconds). In order to 

be usable in modem semiconductor products, however, FRAM devices must be highly 

integrated. 

Like a dynamic random access memory (DRAM), the FRAM includes a transistor and 
30 a capacitor. The capacitor is a ferroelectric capacitor having a ferroelectric layer. The 

ferroelectric capacitor must be electrically connected to the transistor. Several approaches 
have been used to provide the electric connection between the capacitor and the transistor. 
One approach, disclosed in U.S. Patent No. 5,1 19,154, uses a metal to provide a local 
interconnection. Unfortunately, this local interconnection approach is not suitable for high- 
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density FRAMs because the local interconnection is fairly large and the size of the unit 
memory cells in high-density devices must be minimized. 

Another approach uses a contact plug made of a conductive material to connect a 
source region of the transistor to the ferroelectric capacitor. The contact plug connection 
5 approach, disclosed in U.S. Patent Nos. 5,854,104 and 5,591,663, has been widely used in the 
production of high-density FRAMs. Fig. 1 is a schematic cross-sectional view of a 
conventional ferroelectric memory device constructed using the conventional contact plug 
connection approach. 

Referring to Fig. 1, a memory cell of a conventional FRAM includes a transistor 104 
10 located on a semiconductor substrate 10. The transistor 104 has a drain region 106a, a source 
region 106b, and a gate electrode (not shown). A first interlayer insulating layer 108 is 
formed and planarized on the transistor 104 and the substrate 100. A bit line 1 12 is then 
□ formed on the first interlayer insulating layer 108. The bit line 1 12 is electrically connected 
i'fl to the drain region 106a through a predetermined part of the first interlayer insulating layer 
;% 108. 

: ; 

'"'4 A second interlayer insulating layer 1 14 is formed on the first interlayer insulating 

layer 108 and the bit line 1 12. A contact hole 1 18 is formed through a predetermined region 
of the second and first interlayer insulating layers 1 14, 108. A contact plug 1 19 is formed in 
id the contact hole 1 18. A ferroelectric capacitor 126 is formed on the second interlayer 
|'i20 insulating layer 1 14 in electrical contact with the contact plug 1 19. A third interlayer 
' U insulating layer 128 is then formed on the second interlayer insulating layer 114 and the 

ferroelectric capacitor 126. The ferroelectric capacitor 126 is electrically connected to the 
source region 106b via the contact plug 119 formed through the second and first interlayer 
insulating layers 114, 108. 
25 To form the contact plug 119, the first and second interlayer insulating layers 108, 

1 14 must be etched to form the contact hole 118. Unfortunately, however, the first and 
second interlayer insulating layers 108, 114 are fairly thick, having thicknesses of about 
4000A-6000A and 3000A-5000A, respectively. Furthermore, as the integration level of the 
semiconductor devices increases, the diameter of the contact holes decreases while an aspect 
30 ratio thereof increases. As a result, the contact hole 1 1 8 must be narrow and deep. 

It is difficult to etch the narrow and deep contact hole 1 1 8. Problems such as a closed 
contact hole or an over-etched source region can occur. It is also difficult to fill the narrow 
and deep contact hole 118 with a conductive material, such as tungsten (W), having improved 
electric conductivity. Materials with better deposition characteristics, such as polysilicon, are 
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therefore used to fill the contact hole 118. Polysilicon, however, is more resistive than 
tungsten (W) and therefore provides an inferior contact plug. 

Still referring to Fig. 1, after the contact hole 118 is filled with polysilicon, it is then 
planarized down to a top surface of the interlayer insulating layer 114 to form a contact plug. 
Thereafter, a lower electrode 120, a ferroelectric layer 122, and an upper electrode 124 are 
formed and patterned over the contact plug 1 19 to form a ferroelectric capacitor 126 that is 
electrically connected to the contact plug 119. 

A contact area between a polysilicon contact plug 119 and a lower electrode 120 is 
determined based upon a diameter of the contact hole 1 1 8. Since the diameter of a contact 
hole decreases as the integration of semiconductor device increases, however, it is difficult to 
secure a stable electrical contact between a lower electrode and a contact plug in high-density 
devices. Securing a stable contact in highly-integrated devices is a significant task. 

In a conventional process of forming a ferroelectric layer 122 of the capacitor 126, a 
ferroelectric material is deposited and annealed in a high-temperature oxygen ambient. 
Through this process, the crystalline state of the ferroelectric material is thereby changed to a 
perovskite ferroelectric crystalline state. The high temperature used for this process is around 
550°C or higher. Annealing in an oxygen ambient is important in many steps of the 
semiconductor integration process. Unfortunately, this annealing process also causes the 
formation of a thin insulating layer (e.g., a silicon dioxide (Si0 2 ) layer) at an interface 
between the polysilicon contact plug and the lower electrode. This undesired byproduct can 
make it difficult to secure good contact between the contact plug and the lower electrode and 
result in a contact failure. 

The conventional polysilicon contact plug approach for providing the connection 
between the ferroelectric capacitor and the transistor in the FRAM memory device is unable 
to provide the contact stability necessary to enable the high integration levels desired by the 
industry. The industry would be benefited by a ferroelectric memory device that improves 
the stability of the contact and therefore the integration level of the FRAM. A corresponding 
method is also desirable. 



According to preferred aspects of the present invention, a lower electrode of a 
ferroelectric capacitor is electrically connected to a source region of a transistor through a 
buried contact structure that can be formed concurrently with a bit line. The buried contact 
structure therefore makes it possible to simplify the process steps. 



SUMMARY OF THE INVENTION 
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In addition, an oxidation barrier layer is formed on the buried contact structure to 
prevent oxygen from contacting the buried contact structure during subsequent annealing in a 
high-temperature oxygen ambient. Also, where the buried contact structure is made of 
tungsten (W), for example, the formation of silicon dioxide (SiC>2) thereon is prevented. 

Also, since the diameter of a top of the contact structure is greater than a diameter of a 
contact hole, the ratio of the contact area to capacitor size is increased over that of the 
conventional contact plug. Furthermore, compared with the conventional polysilicon contact 
plug process, the contact hole of this embodiment has a lower aspect ratio. 

According to one embodiment of the present invention, a method of forming a 
ferroelectric memory device includes forming a transistor on a semiconductor substrate. A 
first interlayer insulating layer is formed on the transistor and the substrate. A buried contact 
structure and bit line are then formed on the first interlayer insulating layer. In this case, the 
buried contact structure and the bit line are electrically connected to a source and a drain of 
the transistor, respectively. A blocking layer to prevent oxygen diffusion is formed on the 
resulting structure. The buried contact structure and the bit line are thereby encapsulated by 
the blocking layer. A second interlayer insulating layer is formed on the blocking layer. A 
ferroelectric capacitor, electrically connected to the buried contact structure, is formed on the 
second interlayer insulating layer. 

The buried contact structure and the bit line are preferably formed by patterning the 
first interlayer insulating layer to expose the source and the drain regions form first contact 
holes. A conductive layer is then formed in the first contact holes and on the first interlayer 
insulating layer. The conductive layer is patterned leaving a portion of the conductive layer 
in the first contact holes and on a region of the first interlayer insulating layer located on both 
sides of the contact holes. 

Forming the ferroelectric capacitor preferably includes forming a second contact hole 
to expose the top surface of the buried contact structure. A lower capacitor electrode is 
formed on the second contact hole and the second interlayer insulating layer. A capacitor 
dielectric layer is then formed on the lower electrode. An upper capacitor electrode is formed 
on the dielectric layer. The upper electrode, dielectric layer, and lower capacitor electrode 
are then patterned. 

A diameter of the second contact hole is preferably greater than that of the first 
contact hole. The contact structure of the capacitor remaining on the second interlayer 
insulating layer is also preferably maximized within a design rule. This results in an increase 
in a contact area between the lower electrode and the buried contact structure. 
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The lower capacitor electrode can be formed by sequentially stacking a first metal, an 
oxide of the first metal, and platinum on top of each other. The electrode can alternatively be 
formed from any one of those three materials alone or any combination thereof. The upper 
capacitor electrode is preferably made by stacking a second metal on a second metal oxide. 
5 Or it can be made from either one of those materials alone. The ferroelectric layer is 

preferably made of any one or more of the following materials: lead zircon titanate (PZT), 
lead lanthanum zirconate titanate (PLZT), strontium barium tantalum (SBT), strontium 
barium tantalum nitride (SBTN), strontium barium tantalum titanate (SBTT), BaTiC^, 
SrTi0 3 , Bi 4 TiOi2, and PbTi0 3 . 
10 In a preferred embodiment, the lower electrode is made by sequentially stacking 

iridium (Ir) (having a thickness of about 1500A), iridium dioxide (Ir0 2 ) (having a thickness 
of about 500A), and platinum (Pt) (having a thickness of about 1500 A). The upper electrode 
j<3 is preferably made by sequentially stacking IrC>2 (having a thickness of about 300A) and Ir 
! ;f (having a thickness of about 1200A). The ferroelectric layer is preferably made of PZT 

Li s 

tf\5 (having a thickness of about 2000A). 

I j Also according to a preferred embodiment, a reaction barrier layer is formed on the 

1 ~ ferroelectric capacitor and the second interlayer insulating layer. A third interlayer insulating 
□ layer is formed on the reaction barrier layer. A first interconnection line is formed on the 
\.j third interlayer insulating layer. An inter-level dielectric film is formed on the first 
:i0 interconnection line. A second interconnection line is formed on the inter-level dielectric 
fy film to be electrically connected to the upper capacitor electrode. 

The conductive material for forming the buried contact structure and the bit line is 
preferably made by stacking a tungsten (W) layer on a titanium/titanium nitride (Ti/TiN) 
adhesive layer/barrier layer. A blocking layer is preferably made of SiON, SiN, or aluminum 
25 oxide, having a thickness ranging from approximately 100A-500A, to prevent oxygen 
diffusion. 

According to another aspect of the invention, a method of forming a ferroelectric 
capacitor FRAM memory cell includes forming a transistor on a semiconductor substrate. 
The transistor includes a source region, a drain region, and a gate electrode. A first interlayer 
30 insulating layer is formed on the transistor and the substrate. The first interlayer insulating 
layer is patterned to form first contact holes that expose the drain region and the source 
region. A conductive material is then used to form a conductive layer on the interlayer 
insulating layer and to fill the first contact holes. The conductive layer is patterned to form a 
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buried contact structure and a bit line that are electrically connected to the source region and 
the drain region, respectively. 

A blocking layer is formed on the buried contact structure, the bit line, and the first 
interlayer insulating layer to prevent oxygen diffusion. The buried contact structure and the 
5 bit line are thereby encapsulated. A second interlayer insulating layer is formed on the 

blocking layer. The second interlayer insulating layer and the blocking layer are patterned to 
expose a top region of the buried contact structure, forming a second contact hole. A 
ferroelectric capacitor is formed on the second interlayer insulating layer and is electrically 
connected to the buried contact structure through the second contact hole. A diameter of the 
10 second contact hole is preferably larger than that of the first contact hole. A contact area 

between a lower electrode of the capacitor and the buried contact structure is also preferably 
increased to improve a contact therebetween. 
: : =! The conductive material preferably includes a sequentially stacked adhesive 

! ;2 layer/barrier layer of titanium/titanium nitride (Ti/TiN) and a conductive layer of tungsten 
;jl5 (W). An oxygen diffusion blocking layer is preferably made of SiON, SiN, or aluminum 
i s .i oxide. The blocking layer preferably has a thickness ranging between about 100A-500A. 
] y The ferroelectric capacitor is preferably constructed by forming a lower capacitor 

i j electrode on the second contact hole and on the second interlayer insulating layer. A 
n ferroelectric layer is formed on the lower capacitor electrode. An upper electrode is then 
^•i0 formed on the ferroelectric layer. The upper electrode, the ferroelectric layer, and the lower 
ry electrode are then patterned. In addition, a reaction barrier layer can be formed on the 

ferroelectric capacitor and the second interlayer insulating layer. A third interlayer insulating 
layer is formed on the reaction barrier layer. A first interconnection line is formed on the 
third interlayer insulating layer. An inter-level dielectric film is formed on the first 
25 interconnection line. A second interconnection line is formed on the inter-level dielectric 
film and is electrically connected to the upper capacitor electrode. 

The lower electrode can be made by sequentially stacking Ir (having a thickness of 
about 1500 A), IrC>2 (having a thickness of about 500A), and platinum (having a thickness of 
about 1500A). The ferroelectric layer can be made of PZT (having a thickness of about 
30 2000A). The upper electrode can be made by sequentially stacking IrC>2 (having a thickness 
of about 300A) and Ir (having a thickness of about 1200A). 

According to another aspect of the invention, a transistor of a ferroelectric memory 
device is formed on a semiconductor substrate. First and second interlayer insulating layers 
are then sequentially formed on the substrate. A buried contact structure and bit line are 
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interposed between the interlayer insulating layers and are respectively electrically connected 
to source and drain regions of the transistor through first contact holes formed in the first 
interlayer insulating layer. A blocking layer is formed on the buried contact structure, the bit 
line, and the first interlayer insulating layer to prevent oxygen diffusion. A lower capacitor 
5 electrode, formed on the second interlayer insulating layer, is electrically connected to the 
buried contact structure via a second contact hole formed through the second interlayer 
insulating layer and the blocking layer. A ferroelectric capacitor has a lower electrode, a 
ferroelectric layer, and an upper electrode. A diameter of the second contact hole is 
preferably larger than that of the first contact hole to increase a contact area between the 
10 lower electrode and the buried contact structure. 

BRIEF DESCRIPTION OF THE DRAWINGS 
^ A more thorough understanding of the benefits and advantages of the present 

! ;3 invention will be obtained through the following detailed description of preferred 
i;rt5 embodiments, made with reference to the accompanying drawings, in which: 
;,_ s Fig. 1 is a cross-sectional view of a conventional ferroelectric memory device, 

W schematically showing a contact plug arrangement according to the prior art. 
□ Fig. 2 is a cross-sectional view of a ferroelectric memory device according to one 

■ 7 5 embodiment of the present invention, schematically showing a novel contact plug 
=20 arrangement. 

ry Figs. 3 A through Fig. 3 J are cross-sectional views of a semiconductor substrate 

illustrating a method of forming the ferroelectric memory device of Fig. 2. 

DETAILED DESCRIPTION OF PREFERRED EMBODIMENTS 
25 Although the invention will now be described in terms of certain preferred 

embodiments thereof, the invention may be embodied in different forms and should not be 
construed as limited to the specific embodiments set forth herein. It should also be noted that 
the drawings are not to scale and that the thicknesses of layers and regions, in particular, have 
been exaggerated for clarity. 
30 When a semiconductor wafer is formed, numerous devices are simultaneously formed 

during the fabrication process. For convenience in the following description, however, the 
embodiments of the invention will be described with respect to only one bit line, two 
ferroelectric capacitors, one first interconnection line, and two second interconnection lines. 
Detailed descriptions of conventional processes such as a device isolation process, an 
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interlayer insulating layer forming process, a transistor process, and a photo-etching process 
will also be omitted. 

According to a preferred embodiment of this invention, a ferroelectric capacitor is 
connected to a source region of a transistor through a buried contact structure. As a result, 
high integration and improved electrical contact can be achieved. Fig. 2 is a schematic cross- 
sectional view of a ferroelectric memory device according to a preferred embodiment of the 
present invention. 

Referring to Fig. 2, a device isolation area 202 is formed on a predetermined region of 
a semiconductor substrate 200 to define an active region. A transistor 204 is formed on the 
active region of the substrate 200. The transistor 204 includes a gate electrode, a source 
region 206b, and a drain region 206a. A first interlayer insulating layer 208 is formed on the 
substrate 200 and the transistor 204. First contact holes 210a, 210b are formed in the first 
interlayer insulating layer 208. 

A bit line 212a and a buried contact structure 212b are formed on the first interlayer 
insulating layer 208, each filling a respective one of the first contact holes 210a, 210b. A 
second interlayer insulating layer 216 is formed on the first interlayer insulating layer 208, 
the bit line 212a, and the buried contact structure 212b. A ferroelectric capacitor 226 is 
formed on the second interlayer insulating layer 216 to be electrically connected to the buried 
contact structure 212b. The ferroelectric capacitor 226 is made by sequentially stacking a 
lower electrode 220, a ferroelectric layer 222, and an upper electrode 224. The lower 
electrode 220 is electrically connected to the buried contact structure 212b through a second 
contact hole 218 formed in the second interlayer insulating layer 216. 

A blocking layer 214 is formed on the first interlayer insulating layer 208, buried 
contact structure 212b, and bit line 212a to prevent oxygen diffusion. The blocking layer 214 
covers and encapsulates the contact structure 212b, except at a region of contact between the 
buried contact structure 212b and the lower electrode 220. In other words, other than at the 
contact between the buried contact structure 212b and the lower electrode 220, the buried 
contact structure 212b is surrounded and protected by the blocking layer 214. 

A third interlayer insulating layer 230 is formed on the ferroelectric capacitor 226 and 
the second interlayer insulating layer 216. A first interconnection line 232 is formed on the 
third interlayer insulating layer 230. Although not shown in the drawing, the first 
interconnection line 232 is electrically connected to a gate electrode of a transistor. An inter- 
level dielectric film 234 is formed on the third interlayer insulating layer 230 including the 
first interconnection line 232. A second interconnection line 238 is formed on the inter-level 
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dielectric film 234 through the inter-level dielectric film 234 and the third interlayer 
insulating layer 230. A passivation layer 240 is formed on the inter-level dielectric film 234 
and the second interconnection line 238. 

In summary, according to this embodiment of the invention, a lower electrode 220 of 
5 the ferroelectric capacitor 226 is electrically connected to the source region 206b of the 
transistor 204 through the buried contact structure 212b in the insulating layers (first and 
second interlayer insulating layers 208, 216). The oxygen diffusion blocking layer 214 
substantially completely covers and encapsulates the buried contact structure 212b. The 
blocking layer 2 1 4 can be also formed on the bit line 2 1 2a and the first interlayer insulating 
10 layer 208, as well as the buried contact structure 212b. 

A second contact hole 218 is formed in the second interlayer insulating layer 216, 
electrically connecting the lower electrode 220 to the buried contact structure 212b. A 
^ contact area between the lower electrode 220 and the buried contact structure 212b is thereby 
- ? increased above that of the prior art. In this case, a diameter of the second contact hole 218 is 
;fl5 larger than that of the first contact holes 210a, 210b. The second interlayer insulating layer 

216 (having a thickness of about 1000A or less) is thinner than an insulating layer 114 (which 
U has a thickness of about 3000A-5000A) of the prior art (see Fig. 1). The distance between 
;3 the lower electrode 220 and the source region 206b is therefore smaller than in the prior art. 

~ Because the buried contact structure 212b and bit line 212a are both made of a 

. y 

-20 material having good conductive properties, such as tungsten (W), the conductivity of the 

! 3 

y buried contact structure 212b is improved over that of the prior art contact plug. Also 

beneficially, a silicon dioxide (Si02) layer, which basically functions as an insulating layer, is 
not formed at an interface between the buried contact structure 212b and the lower electrode 
220. 

25 In the preferred embodiment, the buried contact structure 212b and the bit line 212a 

are made of a conductive material obtained by sequentially stacking an adhesive layer/barrier 
layer of titanium/titanium nitride (Ti/TiN) and a tungsten (W) layer. The oxygen diffusion 
blocking layer 214 is preferably made of SiON, SiN, or A1 2 0 3 , having a thickness ranging 
from about 100A-500A. The lower electrode 220 of the capacitor is preferably made by 

30 sequentially stacking iridium (Ir) (having a thickness of about 1500 A), iridium dioxide (Ir0 2 ) 
(having a thickness of about 500A), and platinum (Pt) (having a thickness of about 1500 A). 
The ferroelectric layer is preferably made of PZT, having a thickness of about 2000A. The 
upper electrode 224 is preferably made by stacking Ir, having a thickness of about 1200A, on 
IrC>2, having a thickness of about 3 00 A. The ferroelectric memory device also preferably 
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includes an aluminum oxide or titanium dioxide diffusion barrier layer 228 that covers the 
ferroelectric capacitor 226. 

The first and second interconnection lines 232, 238 are preferably made of aluminum 
and have excellent electrical characteristics. The second interconnection line 238 is used as a 
5 plate line. The first interconnection line 232 is formed over a word line, in the same direction 
as the word line, to compensate for gate resistance in the transistor 204. The first 
interconnection line 232 is periodically electrically connected to the word line. 

A method of forming a ferroelectric memory device, according to another aspect of 
this invention, will now be described more fully with reference to Figs. 3 A through Fig. 3J. 
10 Referring to Fig. 3 A, a device isolation layer 202 is formed on a predetermined area of a 
semiconductor substrate 200 to define an active region. Either local oxidation of silicon 
(LOCOS) or shallow trench isolation (STI) can be used, for example, as the device isolation 

!»=*• 

i-1 technique. The detailed description of these conventional device isolation techniques will be 
)z omitted herein. 

1 , 5 a 

i;fl5 After the active region is defined, a transistor is formed. A gate oxide layer (not 

'■-.j shown) is formed for electrical isolation to the substrate 200. Gate electrode and capping 
1 a layers (also not shown) are deposited and patterned to form a gate electrode. A source 206b 
□ and a drain 206a, which are impurity diffusion areas, are formed on the sides of the gate 
! y electrode through conventional ion implantation and annealing processes. Gate spacers are 
■j>0 formed on the sidewalls of the gate electrode, thereby completing the formation of a 
rU transistor 204. 

A first interlayer insulating layer 208 is then formed over the substrate 200 including 
the transistor 204. The first interlayer insulating layer 208 is preferably made of an oxide, 
such as BPSG, USG, or PE-TEOS, and is planarized by chemical mechanical polishing 
25 (CMP) to a thickness ranging between about 4000A-6000A. 

Figs. 3B and 3C schematically illustrate the process of forming a bit line and a buried 
contact structure. Referring to Fig. 3B, the first interlayer insulating layer 208 is patterned to 
form first contact holes 210a, 210b exposing the drain region 206a and the source region 
206b, respectively. Referring to Fig. 3C, a conductive material, such as tungsten (W), is used 
30 to form a conductive layer on the first interlayer insulating layer 208. The conductive 
material also completely fills the first contact holes 210a, 210b in the first interlayer 
insulating layer 208. Using a photolithographic process, the conducive layer is then patterned 
to form a buried contact structure 212b and a bit line 212a. The resulting buried contact 
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structure 212b and bit line 212a are respectively electrically connected to the source region 
206b and the drain region 206a through the first contact holes 210b, 210a, respectively. 

A Ti/TiN layer serving as a reaction barrier/contact layer is preferably formed before 
formation of the conductive, tungsten (W) layer. Following these steps, the conductive 
5 material remains on a region of the first interlayer insulating layer 208 around a top of the 
first contact holes 210b, 210a, as well as in the contact holes 210b, 210a. An upper diameter 
of the buried contact structure 212b is therefore larger than a diameter of the first contact hole 
210b. A margin of a photolithographic etching process and a contact area between the buried 
contact structure 212b and a lower electrode 220 (see Fig. 3F) are thereby increased. 
10 Referring to Fig. 3D, a blocking layer 214 is formed on the buried contact structure 

212b, the bit line 212a, and the first interlayer insulating layer 208 to prevent oxygen 
diffusion. The buried contact structure 212b is thereby encapsulated by the blocking layer 
I' 3 214. The blocking layer 214 is preferably made of SiON, SiN, or aluminum oxide, each of 

which provide a strong oxidation barrier layer. The SiON layer and SiN layers can be formed 
•lft 5 by chemical vapor deposition (CVD), while the aluminum layer can be formed by atomic 
; : j layer deposition (ALD). These materials are only exemplary, however, and any insulating 
1 y material can be used to block oxygen diffusion. The blocking layer 214 is preferably formed 
□ having a thickness ranging between about 100A-500A. 

j y A second interlayer insulating layer 216 is then formed on the blocking layer 214. 

Like the first interlayer insulating layer 208, the second interlayer insulating layer 216 is also 

: ; as? 

i U made of an oxide, preferably by CVD. The second interlayer insulating layer 216 is then 

planarized to a thickness of about 1000A or less. The second interlayer insulating layer 216 
is preferably thin enough that a lower capacitor electrode can smoothly contact the buried 
contact structure 212b. 

25 Referring now to Fig. 3E, the second interlayer insulating layer 216 and the blocking 

layer 214 are patterned to form a second contact hole 218, exposing the buried contact 
structure 212b. The second contact hole 218 is larger than the first contact holes 210b, 210a. 
An aspect ratio of the second contact hole 218 is preferably smaller than that of the first 
contact holes 210b, 210a. A top surface of the buried contact structure 212b is preferably 

30 entirely exposed. 

Referring to FIG. 3F, a lower electrode 220, a ferroelectric layer 222, and an upper 
electrode 224 are sequentially formed on the resulting structure after the second contact hole 
218 is formed. The lower electrode 220 preferably completely fills the second contact hole 
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21 8 to form a contact area. The size of the contact area between the lower electrode 220 and 
the buried contact structure 212b is thereby increased to improve a contact therebetween. 

The lower electrode 220 can be made, for example, of iridium (Ir), rhodium (Rh), 
ruthenium (Ru), platinum (Pt), or oxides thereof. The lower electrode 220 preferably 
5 includes a multi-layer structure in which metal, metal oxide, and platinum are sequentially 
stacked. In the preferred embodiment, an iridium/iridium dioxide/platinum multi-layer 
structure is used. In this embodiment, the iridium is formed by sputtering to a thickness of 
about 1500A. The iridium dioxide is then deposited by sputtering to a thickness of about 
500A. In order to form a stable oxide electrode, the lower electrode 220 is then annealed in 
10 an oxygen ambient. The platinum supplies a lattice structure for crystallization of the later 
deposited ferroelectric layer 222, thereby providing a stable ferroelectric layer. 

The ferroelectric layer 222 can be made of lead zircon titanate (PZT), lead lanthanum 
^ zirconate titanate (PLZT), strontium barium tantalum (SBT), strontium barium tantalum 
^ nitride (SBTN), strontium barium tantalum titanate (SBTT), BaTiC>3, SrTiC>3, Bi 4 TiOi 2 , 
tfl5 and/or PbTiC>3. In the preferred embodiment, PZT is deposited to a thickness of about 2000A 
: j by a sol-gel or a CVD process. In order to achieve the desired ferroelectric characteristics, 
1 y the PZT is subjected to crystallization annealing in a high-temperature oxygen ambient. 
□ The upper electrode 224 is preferably formed having a multi-layer structure in which 

j .i metal oxide and a metal electrode are sequentially stacked. In the preferred embodiment, the 
l 4.0 upper electrode 224 is made of iridium dioxide/iridium layers. More specifically, the iridium 
i U dioxide layer is preferably formed to a thickness of about 300A by sputtering, and the iridium 
layer is preferably formed to a thickness of about 1200A by sputtering. In order to provide a 
stable oxide electrode, the upper electrode 224 is annealed in an oxygen ambient. 
Alternatively, the upper electrode 224 could be made of the same material as the lower 
25 electrode 220. 

Referring to FIG. 3G, the layers 224, 222, and 220 are sequentially patterned to form 
a ferroelectric capacitor 226 that is electrically connected to the buried contact structure 212b. 
Referring to Fig. 3H, a reaction barrier layer 228 is deposited to prevent material from 
moving in or out of the ferroelectric capacitor 226. The reaction barrier layer 228 is then 
30 subjected to annealing in an oxygen ambient to reinforce its characteristics. The reaction 
barrier layer 228 can be made, for instance, of titanium dioxide or aluminum oxide. 

The preferred embodiment of the present invention employs a tungsten buried contact 
structure whose top is completely encapsulated by an oxygen diffusion blocking layer. Using 
this structure, the buried contact is not oxidized during an annealing process in high- 
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temperature oxygen ambient (such as after deposition of the iridium dioxide, ferroelectric, 
and diffusion barrier layers). In addition, the undesirable silicon dioxide insulating layer does 
not form on the contact because the buried contact structure is made of tungsten (W). 

A process of forming a first interconnection line is schematically illustrated in Fig. 31. 
Referring to Fig. 31, a third interlayer insulating layer 230 is formed on the reaction barrier 
layer 228. In order to improve the electrical conductivity of a transistor, metal is then 
deposited and patterned to form the first interconnection line 232. The first interconnection 
line 232 is preferably made of aluminum. Although not shown in the drawing, the first 
interconnection line is preferably arranged parallel with a gate electrode and is electrically 
connected to a predetermined region thereof. 

A process of forming a second interconnection line (plate line) is schematically 
illustrated in Fig. 3J. Referring to Fig. 3J, after forming the first interconnection line 232, an 
inter-level dielectric film 234 is formed to insulate the first interconnection line 232. With 
additional reference to Fig. 2, a second interconnection line 238 is also formed, and is 
electrically connected to the upper electrode 224 of the ferroelectric capacitor. More 
particularly, the inter-level dielectric film 234, the third interlayer insulating layer 230, and 
the reaction barrier layer 228 are patterned to form a via hole 236, exposing the upper 
electrode 224. Aluminum is then deposited and patterned thereon to form the second 
interconnection line (plate line) 238. A passivation layer 240, which acts as an insulating 
layer, is then formed to insulate the second interconnection line 238 during a subsequent 
process. 

In summary, various aspects of the present invention provide several advantages over 
the prior art. Among other things, a preferred embodiment of the present invention employs 
a buried contact structure in which a first (buried) contact hole and a second (bit line) contact 
hole are formed in a first interlayer insulating layer. This results in an aspect ratio of the 
contact holes that is lower than that of a conventional contact hole for a contact plug. 
Accordingly, even though the deposition characteristics of tungsten (W) are inferior to 
polysilicon (which has inferior conductivity), tungsten (W) can be used to form the buried 
contact structure. An overhang phenomenon can also be prevented. The buried contact 
structure and the bit line can also be formed concurrently, simplifying the bit line fabrication 
process. 

Although the present invention has been shown and described with respect to various 
preferred embodiments thereof, numerous variations and modifications will be apparent to 
those skilled in the art. The present invention is therefore not limited to the specific 
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embodiments described above but should be interpreted to cover all such variations and 
modifications coming within the spirit and scope of the invention as defined by the appended 
claims. 
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